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ABS TRACT 


A review of a few of the many equations for describing 
the creep curve is given, showing the need for a valid and 
broader theory for creep. One of these equations, set forth 
by Dorn! 22) , is partially tested in the intermediate and low 
temperature regions using experimental data for vacuum melt- 
ed copper, and values for the activation energy term of this 
equation are determined. The method of determination and 
some of the difficulties involved in this determination are 
set forth. Additional values for the activation energy term 
as determined by Tietz and Dorn‘23) are included. The com- 
posite data indicate that the activation energy in the tem- 
perature region investigated is a function of temperature, 


decreasing with a decrease in temperature. 


Lal 





TABLE OF CONTENTS 


MP ew kk tt 
OE NUS, QS 0 
MLC ss 5 ee lt lw lt ltl ltl ltl tlt lll 
EXPERIMENTAL PROC EDURE 
DevewOpment . . . « «+ « « » 
GUMNEVE IN sins 2 + + 6 «© © « - ; ae 
Source and Treatment of Error ....... 
Low Temperature Problems ......... 
Mummeiom ano CONCEUSIONS .....-+ + 6 «© «© e © « » 
Mee EELGOMENTS .« «ww ew et lt lt lt tlt 
MOG er iY . . .« «.c«cecce eo «© © we eo ee hl ell 


APPENDIX - TABULAR PRESENTATION OF EXPERIMENTAL DATA 


ae 


Page 


plea 


PS 
18 


23 
PA 
28 
on 





est Or TLLUSTRATIONS 


Page 


mecomrmeamemmca APDAratUs . . » « «+ « «© © © © we 9 
Wetaatemommope@GImen Cage . ...+-+ +e « «© © « LO 
Details of Extensometer............. Jl 
eCwMem@m—P etme... se 2 + + 6 6 ee lel whl hl hl ee! «CUD 
Low Temperature Equipment ........+e+6... 2il 


Activation Energy versus Temperature ...... 25 


LIST OF TABLES 
WemmeteworemenalySiS . . « 5 5 6 6 tw lt lw ltl tl tl wl wl wl hCG 


MOwelemmemacvre Paths . .....-.+-+s+e «© e « AQ 


Tabular Presentation of Results ......-e+-e. + 24 


iv 








MHe | a | c+ 


mw 


A He 
gh 


aS 


X,Y,2 


ln 


ieee Or SYMBOLS 


Time 

Temperature, absolute 
Strain at time t 
Instantaneous strain rate 
Gas Constant 

Free energy of activation 
Activation energy for creep 


Mean, or approximate, activation energy 
for the temperatures l, 2. 


Entropy of activation 

Structure parameter 

Stress parameter 

Applied stress 

Constants 

Constants, at constant temperature 
Minimum creep rate 

Coefficient of transient creep 
Coefficient of steady state creep 
Functional symbol 

Variables 

Base of Napierian logarithms 


The Napierian logarithm 


minutes 

OK 
inches/inch 
l/minutes 
cal/gm-mol °K 
cal/gm-mol 
cal/gm-mol 
cal/gm-mol 


cal/gm-mol °K 
l/minutes 
sq in/lb 
lb/sq in 


l1/minutes 


A small number of additional symbols are defined in the text. 








INTRODUCTION 


Creep may be defined een many points of view. It has 
been defined as the time dependent part of the deformation 
which accompanies the application of stress to a solid’), 

It has also been defined as the flow or plastic deformation 
of metals held for long periods of time at stresses lower than 


(2). 


the normal yield strength These definitions reflect the 
views of the metallurgist and the design engineer, respective- 
ly. They reflect slightly different aspects of a complex, 
little understood, mechanism. A number of theories from both 
the micromechanistic and the phenomenological approaches have 
been advanced; some of these have been rejected, while others 
are still being tested. None of these theories are complete 
and none are entirely satisfactory. 

The compilation of accurate, useful, creep data is a slow 
and painful process. Tests may be run from 1,000-to 10,000 
hours (40 days to 14 months), in the usual case, and in many 
cases much longer. In orcer that data be more rapidly gathered 
and extrapolated more successfully, a valid theory for creep is 
required, useful over more than limited regions of temperature 
and stress and useful for a broad range of materials. 


The creep curve (strain versus time) has been approached 


*Superscripts in parenthesis refer to the bibliography. 





mathematically by many investigators over the past fifty years. 
A few of the many eouations proposed to correlate creep data 
are set forth herein. These constitute a small sampling of the 
total number proposed, but are believed to show the nature and 
limitations of previous work. As early as 1905 Phillips(3) 
sucgested that for short times and at constant load the equa- 


tion 


E=At B deg © (1) 
(4,5) 


coulc be fitted to the creep curve of metals. Andrade 


proposed the eouation 


t ‘m 
ha 8, ext” eo (2) 


where & = lenoth at time oy oe = a constant (not necessarily 
the original length). This equation, or modifications thereof, 
has been anc is used extensively for curve fitting of experi- 
mental creep data. In 1950, wyatt ©) found that equation (1) 
best fitted cata on copper and aluminum at low temperatures. 

At higher stresses there was some divergence from this equa- 
tion. At higher temperatures the equation which best fitted 
the data wes 


f 
E-ArBlat + rt 3 ( 


Wyatt appears to be the first to show that different equations 
fit the cata for the same metals under different conditions of 
stress and Perpensture’’?, Hazlett and eeeear« co) in 1953, 


set forth the equation 
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mae = AL (4) 


where €= total true strain. Eg = instantaneous strain on load- 
ing. Bragaw and Orowan\9) , in 1953, found various ecuations ap- 
plicable dependent upon the temperature and the stress, and to 
some extent on the material (Flectrolytic Tough Fitch Copper 5 
and.2S Aluminum). Their equations are combinations of terms ; 
from eauations (1) and (2). 

Sometime before 1938, Nadai(l0) related strain rate and 


stress by the equation 


ia = A sinh Ee a | Us) 


im 1936, Eyring(11) proposed his "Theory of Activated Complex- 

es" or "Rate Process Theory" which applied to chemical reac- 

tions only. Subsequently, Kauzmann( 22) | in float, and Dushman(13) | 
in 1944, working independently, also applied the theory to plas- 
tic deformation of metals. They presented practically the same 


ecuation, 
-AF/pT 


fL= fle eye NT) (6) 


Creep rupture data has been correlated by the equations 


14) Grant and Svea). 


and methods of Machlin anc Nowick | 
and Larson and Miller(16), Additional insight into the theory 
may be gained from the work of Sietz and Read(17) | Mott (18), 


eer ro\ 19) Orowan\20)and Cottrel1(21). 





(22) 


Dorn and co-workers » present the equation 


é = ee eo 
(7) 

for the correlation of creep data over the high temperature 
region* where crystal recovery is known to be rapid. At low 
stresses the SO term is replaced by some other function, prob- 
ably 2 sinhfG@ since the equation must reduce to zero for 
zero stress. In the case of aluminun, Nias is reported to be 
insensitive to minor amounts of solid solution alloying addi- 
tions, to the presence of dispersions of stable intermetallic 
compounds, to cold work, and grain size, and constant independ- 
ent of stress, strain, and temperature. From this and other 
evidence it was deduced that AH, is a property of the materi- 
al not sensitive to changes in structure. Correlations obtain- 
ed suggested that for relatively pure metals, in the high tem- 
perature region, this activation energy is nearly equal to that 
of self-diffusion. The activation energy for self-diffusion of 
Copper is reported!23) as 48,000 cal/gm-mol. An extension of 
this investigation in the intermediate and low temperature re- 
gions was carried out by Tietz and Grom ie and Naczkowski(29) , 


and is still under intensive investigation at the University of 


*The high temperature region is defined for this purpose as 
greater than 0.45 of the melting point in degrees Kelvin. Inter- 
mediate and low temperatures are likewise defined as the tempera- 
ture between room temperature and high temperature, and between 
room temperature and absolute zero, respectively. The limits of 
intermediate and low temperature are relative and the definition 
of these terms is set forth for the purpose of this thesis only. 





California, at Berkeley. 

The parameter,@, is arrived at by utilizing the expression 
E-5Ser" and obtaining the slope of the 9 versus log E 
curves, at various constant temperatures, for constant structure. 
The curves in all cases were linear. This parameter was investi- 
gated for high purity aluminum. and aluminum base solid solution 
alloys, in the high temperature region only and found to be a 
dependent of eRe ep Structure for a given-material. The term VB 
increases almost linearly with atomic per cent of solute element. 
It appears that no similar investigation has been undertaken for 
other metals. 

The structure parameter, S, is the most complex and most 
obscure of the parameters. It is a fine tion of the stress- 
strain history of the specimen, and all the effects of struc- 
ture are felt to be wholly contained in this parameter. 

Tn the high temperature region the activation energy for 
Seeep, where it has been determined, has been reported by Dorn‘ 22) 
to be a constant, approximating the value for self-diffusion. 

At lower temperatures this is apparently no longer so. Tietz 
and Dorn(24) working with OCHFC copper in the region 348°K to 
4699K find AH, to be 37,000 + 3,000 cal/gm-mol independent of 
stress and strain. a value substantially lower than the self- 
diffusion value. Naczkowski(29) working with pure magnesium 
found that the activation energy for creep of this material 
varied linearly from 9,100 cal/gm-mol to 16,200 cal/gm-mol, 

in the region 200°K to 260K. 


For the purpose of this thesis it is postulated that the 
temperature dependent factor of strain rate may be represent- 
ed as et Var where clearly f(T) has me dimensions of en- 
ergy. Dorn has sssociated(22) this quantity with the activa- 
tion energy (4H) and has shown good experimental correlation 
with the activation energy for self-diffusion, in the high tem- 
perature region. Recently he has indicated(26) that the acti- 
vated Gibbs free energy,AF = QH-TAS, should be used in the 
rate equation instead of the activation energy (AH). With 
the assumption that the temperature dependent factor is indeed 


-~AF 
e Irv 


tion for the activation energy involving only the temperature 


the strain rate expression may be reduced to a rela- 


and the strain rate, as will be shown in a subsequent section. 
The activation energy is thus subject to experimental determi- 
nation. Utilizing this relation the activation energy for creep 
of vacuum melted copper was determined at temperatures in the 
intermediate and low temperature regions, for various condi- 
meemenOf Stress. The activation energies thus determined are 


presented, along with those of Tietz and Dorn. 





EXPERIMENTAL PROCEDURE 


Development 

A specimen is placed in a constant temperature environ- 
ment at a temperature T) and is permitted to creep under con- 
Beanteload. At some time t, with a corresponding strain €, 
the environment is rapidly changed to temperature T. while 
creep is allowed to continue. The structure developed at a 
_ Strain E and temperature T) would be retained at temperature 
Tg at the instant of change, since no phase changes are involv- 
ed. The stress, G9 , which continually increases during the 
test is also the same at the instant of change. Thus the on- 
ly variables in equation (7) at the instant of change are con- 


-AHe 
tained in € (Rr 


If the change could be made in a time 
interval approaching zero and temperature equilibrium estab- 


lished immediately, then eauation (7) leads to 


. AH, 2 OH 
ae a ie aC (RT. 


‘ 
However, in the temperature region under consideration, AH 

is not believed to be a constant but to be a function of tem- 
perature. It is further believed that in the original equation 
AAH should be replaced with AF 26), were Cems ti-tT OS. E- 


Sar, 
cuation (7) then becomes E = Se IRT, 6 a and at the 


time t: TART, _ : Len 
E = ae 
¢ _ AF/RT 
If ee = G then 
E Poe € = ~ 45 +C, and 


R dln t= - hCG) 





| bias 
For a constant pressure process (45) = An A( 7) 
and RAl(bn €)= -AH ACY) 

Letting a finite difference replace the differential, E 


the following is obtained: 


, , |. 3g 
R (tm é,- br) =-AH,.(% > F) ana 
LRSTE é 
AH,,> & ) a (8) 


At the time t, MH} .2 may be evaluated by obtaining the creep 
rates associated with the two temperatures. This is done by 
extrapolation to the time t.* All externally controllable 
variables have been controlled. Specimen scatter has been e- 
liminated since only one specimen is used for a complete de- 
termination. 
Foulpment 

The creep machines utilized are shown in Figure l. The 
lever arm was calibrated over the range of arc used and deter- 
mined to be 10.0:1. This was accomplished with a Type U Load 
Cell anc Baldwin SR-4 Indicator. During testing. one end of 
the lever was attached to the specimen by means of an exten- 


someter; the other end was weighted. The cage (Figure 2), 


specimen, and lower end of the extensometer system (Figure 3) 


were immersed in the constant temperature baths and insulated 


*The techniaue used in the determination of strain rates was 
the same technicue employed by Tietz ane Dorn, and Naczkowski. 
Mmrcesoet forth in detail in references (24) and (25). 
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Figure l 
CREEP TESTING APPARATUS 
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from the atmosphere where necessary. Bath platform, with coun- 
terweights, were designed to facilitate rapid bath changes. 

The specimen.dimensions are shown in Figure 4. Specimens were 
machined from cold-rolled copper strip supplied by Vacuum Met- 
als Corporation and represented to be of 99.99% purity. No 
analysis was received with the material. Independent analy- 
meereby chemical assay resulted in a finding of at least 99.97% 
copper. Results of spectrographic analysis are shown in Table 
I. Specimens were machined with their tensile axis parallel 

to the rolling direction. They were annealed in a helium at- 
mosphere at 500°C for a period of two hours, with a resultant 
grain size of 0.015 mm. During the intermediate temperature 
tests silicone oil supplied the environment, Dow Corning 510 
Fluid being metanieece.. Temperature control for these tests 

was maintained electrically by means of a bank of resistors 

anc 3 mercury regulator. The regulator consisted of a bulb 
reservoir of relatively large volume and a aes ry in which 
two electrodes were spaced. Sufficient power was supplied to 
the system to cause the temperature to increase gradually, re- 
sulting in an increasing height of mercury in the capillary. 
When the mercury column rose to a height sufficient to touch 
the higher electrode, a second circuit was established, through 
the mercury. and power input was reduced to a value such that 
the temperature would gradually decrease. This casued a de- 
crease in the column height. When the higher electroce was 


no longer immersed in mercury, the circuit opened. This action 


caused a small sinusoidal variation about some fixed temperature 


le 
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FIG.4 TEST SPECIMEN 
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TABLE I 
SPECTROGRAPHIC ANALYSIS* 


Element Per Cent Element Per Cent 
Manganese 0.0001 Tin 0.001 
Antimony OyeO2 Cadmium ©. 00e 
Arsenic | 0.006 Zine 0.004 
Lead 0, 00! Titanium 0.0002 
Magnesium 0.00] Silver G01 
Iron 0.001] Zirconium 0.003 
Bismuth 0.001 Nickel Cel ept 
Aluminum 0.003 Cobalt 0.001 
Pat icon ©7003 Chromium © er 


*Spectrographic analysis showed less than the above amounts. 
Chemical assay showed the material contained at least 99.97% 
copper. In the chemical assay, silver is counted as copper. 
In the spectrographic analysis, silver could not be estimated 
closely but it is probably less than 0.01%. In the spectro- 
graphic analysis, no lines corresponding to antimony, arsenic, 
cadmium, or zinc were found. The values given are ane minimum 
amounts positively detectable, so conceivably the amounts of 
these elements present could be somewhat less than shown. ‘It 
is unlikely that any are present in greater amounts than shown. 
The analyses were performed by the Industrial Laboratory, Mare 


Islana Naval Shipyard, Vallejo, California. 
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determined by the amount of mercury originally in the bulb. 
Best temperature control was obtained when the bath level was 
such as to cover the entire bulb. No difficulty was experienced 
with vaporization of the silicone oil but it is felt that this 
could be a problem at temperatures greatly in excess of those 
reported on. In the low temperature region various baths, or 
environments, were attempted without success and will be com- 
mented on in a later section. In the only successful low tem- 
perature controlled tests, liquid nitrogen and liquid nitrogen- 
liquid oxygen binary mixtures were used. A four liter, cylin- 
drical, dewar flask served as the container. Temperatures 
were measured in all cases by copper-constantan thermocouples 
with a Rubicon Portable Precision Potentiometer. Starrett, 
Model No. 656-T3, dial gages were used in the extensometer 
system. 
Source and Treatment of Error 

Thermocouples were mounted on the specimen at the top and 
bottom of the gage section. The temperature gradient across 
the gage length was constant at 0.1°K for the intermediate 
temperature tests, and 0.0°K for the low temperature tests. 
The sinusoidal variation of temperature, previously mentioned, 
had an amplitude of 0.1°K. The copper-constantan thermocoup- 
les were calibrated against precision thermometers from 293°K 
to 423°K, at the boiling point of nitrogen, at the boiling 
meant of SAR and at the CO, sublimation point. The vari- 
ation of voltage as a function of temperature between the boil- 


ing point of nitrogen and the boiling point of oxygen was treat- 
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ed as linear. In the measurement of temperature between 155°K 
and 273°K, a procedure described by Scott (27) was utilized. 
Potentiometer instrument error was regarded as negligible in 
the intermediate temperature region, and estimated not to ex- 
ceed 0.2°K for the low temperature tests. 

The dial gages used were long range instruments for this 
type of gage, the total possible gage travel being 0.42 inches. 
Minor dial divisions were 107% inches, making interpolation of 
eel x 107° inches possible. A stepwise calibration, in steps 
of O.]1 inches, was made by means of Johansson blocks. The ac- 
cummulative error, over 0.4 inches of travel, was minus 5 x ome 
inches. 

In the evaluation of the range of uncertainty in the de- 
termination of AH by ecuation (8), the error approximation of 
the differential calculus was used: df = Bt Ax + $f ay » of 22, 
Utilizing this approach it is seen that the uncertainty in tne 
Strain rate determinations is magnified by the entire tempera- 


Wa 0 
ture term, (a : This term is evaluated as approximately 





1.5 x 10% for the low temperature tests and 1.3 x 104% for the 
intermediate temperature tests. This then constitutes an ex- 
tremely large percentage of the total uncertainty in the values 
Calculated. This is particularly serious since the method 
utilized requires extrapolation of the creep curve through a 
period of temperature and gage transients. Only the data show- 
ing a minimum of these transients has been faelived and present- 


ed. 
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In the change of baths from T) to T5 it was necessary to 
expose the specimen to room temperature, causing differential 
contraction and then expansion between the copper specimen and 
the stainless steel extensometer system. The usual time re- 
quired for a bath change was 10 to 15 seconds. In order to i- 
solate the effect of these transients, bath changes were made 
using both copper and stainless steel specimens with no load 
applied. Since the extensometer system was made of stainless 
steel, it was felt that substitution of a stainless steel spec- 
imen would eliminate any effect due to differences in natericnle 
When the stainless steel specimen was inserted, no gage trar- 
Sients were observed. Regardless of the time involved or the 
Severity of the temperature transient, the gage reading re- 

“mained constant. When the copper specimen was inserted in the 
system, this was no longer so. A gage transient appeared 
. which varied in intensity and duration dependent on the temper- 
ature transient. For bath changes requiring up to 20 seconds 
to complete, the gage transient disappeared in less than two 
minutes. All data has been extrapolated through this region. 
The temperature transient in the intermediate temperature re- 
gion was likewise dependent on the time required to change the 
baths, but had essentially disappeared in four to five minutes. 
ieee cemperature at the end of this time was taken as To. 
Changing from a lower temperature to a higher temperature, the 
temperature was within 1°K of the equilibrium value at the end 


of one minute, 0.3°K at the enc of two minutes, anc within 0.1°K 


We 


at the end of four minutes. For the low temperature tests the 
temperature transient diSappeared in less than one minute. 

It was felt that a more intimate knowledge of the tempera- 
ture transient would have been of great value in analyzing the 
data during the critical period. An attempt was made to record 
this transient but success was not realized. The thermocouple 
output was partially cancelled by a bridge potentiometer. The 
remainder of the voltage was fed to a direct current microvolt 
amplifier which fed a recorder. Success was not realized due 
to the basic instability and limited linearity of the ampli- 
fier. It is believed that the transient can be recorded in 
this manner if a more stable and more linear amplifier is avail- 
able. 

Low Temperature Problems 

As Originally planned, additional data was to be gathered 
at low temperatures, if time permitted. The method selected 
for temperature control was to utilize the melting point halts 
of various substances, Since utilization cf constant boiling or 
subliming materials was not found possible in this region, ex- 
cept for one series of tests which is presented. The problem 
which precludes the use of the materials chosen is believed to 
be general and encompass the great majority of the synthetic 
Organic chemicals of the type presented in Table II. It is pre- 
sented herein so that this pitfall may be avoided by others. 

The chemicals listed in Table II were chosen to give pairs 


of bath temperatures, whose mean temperatures were approximately 
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TABLE li 
LOW TEMPERATURE BATHS 














~TPTTm™aAsLT TS 
si | Loiv ae , 
Jb ddI NN LL 


Diethylene Glycol 

thylene Glycol 

Diisobutyl Ketone 

Ethyl Butyl Ketone 

Ethylene Glycol Monomethyl Ether Acetate 
Diethylene Glycol Monobutyl Ether 
Ethylene Glycol Monomethyl Ether 


n=Butyl Chloride 


We, 





MELTING POINT °C 


= 

= 13 

= Clee, 
=41.9 
=69.1 
-68.1 
asia 0! 
-88.9 
Peo. 
2.0 





30 degrees Kelvin apart. Samples of these chemicals were test- 
ed in a dewar flask apart from the creep test system. They ex- 
hibited melting points approximately as listed and held a melt- 
ing point halt for periods ranging from 30 minutes to several 
hours. Since the creep testing apparatus was being constructed 
at this time, the baths were not tested as an integral part of 
the system. The chemicals were found to be satisfactory for the 
Mose desired as regards corrosiveness and volatility. Di- 
ethylene glycol and ethylene glycol were found to be somewhat 
hygroscopic; but since no absolute temperature reference was 
necessary and the temperature difference appeared to be main- 
tained, they were considered satisfactory. 

The technique developed for utilizing these chemicals as 
constant temperature baths was simple and required only the e- 
quipment shown in Figure 5 and the cylindrical dewar flask. 

The large can was made out of stainless steel; the wire mesh 
cylinders and small can hers copper. The inside dimensions of 
the large can are the same as the inside dimensions of the de- 
war flask, and the outside dimensions of the copper can are 
Slightly greater than those of the small mesh cylinder. The 
inside dimensions of the small mesh cylinder are such as to 
just fit over the cage assembly (Figure 2). The large mesh 
cylinder and ie copper can are placed in the large can and 
the liquid chemical poured around the copper can. The liquid 
is then chilled below its freezing point by placing solid CQ») 
or liquid nitrogen in the inner can. When the liquid is froz- 


en, it is removed by playing a small stream of water over the 
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stainless steel can and into the copper can. Surface melting 
allows removal of the cans and the solid may then be placed in 
the dewar. The small mesh cylinder is inserted in place of the 
copper can and the center of the solid is partially filled with 
licuid chemical that has been chilled to a temperature approach- 
ing its freezing point. | 

When the bath is isolated from the creep machine system, 
events occur as desired. However, when the cage and specimen 
assembly are inserted into the bath, the chemicals no longer 
exhibit a melting point halt. The cage assembly constitutes 
a rather large mass and must necessarily be chilled prior to 
its being surrounded by the bath. Various degrees of chilling 
were Meeenpted, from subcooling of 100°K or more, to as little 
as 10 to 209K. In every case the liquid center of the core 
subcooled a substantial amount (as much as 25°K) below its | 
normal freezing point and remained liquid. No stirring was 
attempted, but some attempt at shaking was made. The system 
temperature rose slowly to some point 5 to 20 degrees below 
the predicted melting point; at which time the rate of temper- 
ature rise increased substantially and no melting point was 
“observed. 

The non-exhibition of a melting point halt under experi- 
mental test conditions precluded the use of these materials as 
a constant temperature environment and caused the discontinu- 
ance of further low temperature testing in this range. Success- 
ful tests were conducted at a lower temperature, however, using 
liquid nitrogen and a liquid nitrogen-liquid oxygen binary sys- 


tem for constant temperature environments. 


Ze 








RESULTS AND CONCLUSIONS 


A series of approximate activation energies for the creep 
of vacuum melted copper was determined. These were determined 
at mean temperatures of 78.5°K, 325.2°K, and 377.8°K, for sev- 
eral conditions of initial stress. These determinations are 
set forth in Table III. Attempts were made to determine this 
energy at temperatures between 155°K and 263°K utilizing the 
melting point of various synthetic organic chemicals, but these 
attempts were without success. While sufficient data has nof 
been gathered to describe completely the variation of een 
tion energy with temperature, some indication of the limits 
and trend, within the region tested, is shown. A plot of acti- 
vation energy versus temperature, inccrporating these results 


and those of Tietz and Dorn‘ 24) 


is presented in Figure 6 A 
trend line is suggested. The basic experimental data is pre- 
sented in the appendix. This data has been processed only to 
the extent that extensometer readings have been converted to 
strains and potentiometer microvolt readings eave been convert- 
ed to temperature. 

The following conclusions are drawn: 
l. The activation energies for creep of vacuum roles copper 
at intermediate and low temperatures are a function of tempera- 


ture, with values substantially less than that of self-diffusion. 


They vary from approximately 4,500 cal/gm-mol in the vicinity of 
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TABLE 111 
TABULAR PRESENTATION OF RESULTS 


Tmean oe AH 
oK psi A enenel 

78.5 40,000 5,700 + 1,100 
40,000 4,350 + 1,100 
44,000 4,150 + 1,100 
325.2 24,000 30,400 + 3,000 
: 27,000 30,050 + 3,000 
27,000 31,450 + 3,000 
377.8 18,000 34,750 + 3,000 
23,900 33,450 + 3,000 
23,900 35,050 + 3,000 
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(1000 Cal/gm-mol ) 
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© Present Investigation 


QO Tietz and Dorn! 24) 
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to approximately 34,500 cal/gm-mol in the vicinity 





Although the data is somewhat limited, the activation 


7 ae a 


energies determined appear to be independent cf stress. 
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APPENDIX 
TABULAR PRESENTATION OF DATA 


Test No. 1 
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ITATION OF DATA Cont. 
Test No. 2 
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ABULAR PRESENTATION OF DATA Cont. 
Test No. 3 
Initial Stress 18,000 psi 
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TABULAR PRESENTATION OF DATA Cont. 
Test No. 4 
Initial Stress 24,000 psi 
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Test No. 5 







Initial Stress 27,000 psi 


_ ‘Time Strain Temperature 
(minutes ) (inches/inch) (°K ) 
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Test No. 6 
Initial Stress 27,000 psi 
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[TABULAR PRESENTATION OF DATA Cont. 


Test No. 7 










Initial Stress 40,000 psi 


_ Time Strain Temperature 
(minutes) (inches/inch) (OK ) 
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Test No. 9 
Initial Stress 44,000 psi 


_ Time Strain Temperature 
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